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(57) Abstract 

A method for producing a lube basestock from a waxy feed is disclosed in which a feed containing to 50 wt% or more of wax is 
hydrotreated and stripped to lower the nitrogen and sulfur content of the feed. The feed is then hydroisomenzed under conditions to 370 
°C hydrocatalytically dewaxed with a catalyst comprising a mixture of a catalyticaUy active metal on a zeolite dewaxing catalyst and an 
amorphous catalyst, or alternatively is solvent dewaxed and then hydrocatalytically dewaxed with the just described catalyst. 
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A LUBE BASESTOCK WITH EXCELLENT LOW 
TEMPERATURE PROPERTIES AND A METHOD FOR MAKING 

FIELD OF THE INVENTION 

This invention relates to the catalytic treatment of waxy feeds 
including slack wax, Fischer-Tropsch wax, waxy raffinates and waxy distillates 
to produce a high quality lube oil product having a unique structural •character, a 
low pour point and viscosity, and a high viscosity index (VI). 

BACKGROUND OF THE INVENTION 

The isomerization of wax and waxy feeds to liquid products boil- 
ing in the lube oil boiling range and catalysts useful in such practice are well 
known in the literature. Preferred catalysts in general comprise noble Group 
VIE metals on halogenated refractory metal oxide support, e.g. platinum on 
fluorided alumina Other useful catalysts can include noble Group VIII metals 
on refractory metal oxide support such as silica/alumina which has their acidity 
controlled by use of dopants such as yttria. As useful as isomerization processes 
may be, in general they do not improve the pour point of the feed subjected to 
isomerization. 

Catalytic dewaxing is also a process well documented in the 
literature. As is known, catalytic dewaxing generally leads to lubes with low 
pour point; however, the VI also tends to be lower as a result of such processing. 

Extensive investigations have been conducted in an -effort to 
develop new and improved catalysts and processing schemes for preparing high 
quality lubes having a low pour point and a high VI. 
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STTMMARY OF THF. INVENTION 

It has now been discovered that waxy feeds such as those 
containing greater than 50 wt% wax can be treated so as to produce a lube oil 
product having a unique structural character, excellent low temperature 
properties and a high VI. The invention relates to a method for producing a lube 
basestock from a feed containing 50 wt% or more of wax comprising: 

(a) hydrotreatmgmefeedunderhydrotreatmgconmtionssoasto 
reduce the sulfur and nitrogen content thereof; 

(b) hydroisomerizing at least a portion of the hydrotreated feed under 
hydroisomerization conditions to reduce the wax content in the 
feed to less than about 40 wt%; 

(c) separating me hydroisomeri^^ 
fraction boiling above about 340°C; 

(d) processing at least a portion of the lube fraction of step (c) under 
hydrocatatytic dewaxing conditions with a catalyst comprising at 
least one active metal hydrogenation component on a dewaxing 
catalyst and at least one active metal hydrogenation component on 
an amorphous hydroisomerization catalyst 



Another embodiment of me invention comprises a method for producing 
basestock from a feed containing 50 wt% or more of wax comprising: 
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(a) hydrotreating waxy feed under hydrotreating conditions sufficient 
to reduce the sulfur and nitrogen content thereof to produce a 
hydrotreatedfeed; 

(b) hydroisomerizing at least a portion of the hydrotreated feed under 
hydroisomerization conditions sufficient to reduce the wax content 
in the feed to about 35 wr% or less; 

(c) separating the hydroisomerized feed of step (b) to obtain a lube 
fraction boiling above about 340°C; 



(d) 



solvent dewaxing the lube fraction to a pour point of from about 
+10°C to about -20°C to obtain a dewaxed feed; 



(e) processing at least a portion of the dewaxed feed under hydro- 
catalytic dewaxing conditions with a unitized powder pellet 
catalyst comprising at least one active metal component on a 10 
member ring unidirectional pore inoiganic oxide molecular sieve 
and at least one active metal component on an isomerization 
component selected from refractory metal oxides and refractory 
metal oxides including a dopant 

Importantly, the processes of the present invention provides high 
yield of basestock based on feed. 

These and other embodiments of the invention will be discussed 

below. 
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RttTEF DESCP TPTTON OF THE DRAWING 

Figure 1 provides a schematic representation of three isoparaffins 
each having a different Free Carbon Index (for A FCI=8; B FCI=4; C FCI=2). 

Figure 2 is a plot of pour point (°C) versus Free Carbon Index. 

Figure 3 is a plot of the number of side chains versus Free Carbon 

Index. 

Figure 4 is a plot of Free Carbon Index versus basestock viscosity 
(SUS at 100°F). 

DRSCRIPTION H F THE INVENTION 

This invention is particularly applicable to waxy hydrocarbons 
including slack wax, Fischer-Tropsch wax, waxy raffinates and waxy distillates 
containing 50 wt% or more of wax. For the purposes of this invention the wax 
content of the feed refers to the amount of the material that can be removed 
therefrom under solvent dewaxing to a -20°C pour point. 

Accordingly feeds containing 50 wt% or more of wax are upgraded 
by a process comprising the steps of hydrotreating the feed to produce a material 
of reduced sulfur and nitrogen, hydroisomerizing ihe hydrotreated material over 
a low fluorine content, alumina based, hydroisomerization catalyst to reduce the 
wax content to less than about 40 wt%. The feed is then separated into a 
fraction boiling below about 340°C and a lube fractions boiling above about 
340°C. The lube fraction is further processed over a catalyst comprising a 
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nuxture of a catalyticaUy active metal component on a zeolite dewaxing catalyst 
and a catalyticaUy active metal component on an amorphous catalyst Optional- 
ly, the lube fraction is first solvent dewaxed before further processing. Those 
steps are set forth in greater detail below. 

Hvdrotreating 

Hydrotreatmg can be conducted under typical hydrotreatmg condi- 
tions to reduce sulfur and nitrogen contents to levels of 5 ppmw or less nitrogen 
and 5 ppmw or less sulfur. Any of the conventional hydrotKating catalysts can 
be employed, like Ni/Mo on alumina, Ni/W on alumina, Co/Mo on alumina, etc.; 
in other words any of the Group VIB-Group Vffl metals (Sargent-Welch periodic 
table) on refractory metal oxide. Commercial examples of such catalysts are 
identified as HDN-30 and KF-840. 

Waxy feeds secured from natural petroleum sources contain 
quantities of sulfur and nitrogen compounds which are known to deactivate wax 
hydroisomerization catalysts. To prevent this deactivation it is preferred mat the 
feed contain no more than 10 ppm sulfur, preferably less than 2 ppm sulfur and 
no more man 2 ppm nitrogen, preferably less than 1 ppm nitrogen. 

To achieve these limits the feed is preferably hydrotreated to 
reduce the sulfur and nitrogen content 

Hydrotreating can be conducted using any typical hydrotreatmg 
catalyst such as Ni/Mo on alumina, Co/Mo on alumina, Co/Ni/Mo on alumina, 
e.g., KF-840, KF-843, HDN-30, HDN-60, Criteria C-41 1, <*c. Similarly, bulk 
catalysts comprising Ni/Mn/Mo or Cr/Ni/Mo sulfides as described in U.S. Patent 
5,122,258 can be used. 
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Hydrotreating is performed at temperatures in the range 280°C to 
400°C preferably 340°C to 380°C at pressures in the range 500 to 3000 psi, 
hydrogen treat gas rate in the range of 500 to 5000 SCF/bbi and a flow velocity 
in the range 0.1 to 5 LHSV, preferably 1 to 2 LHSV. 

The hydrotreated waxy feed is stripped to remove NH 3 and H 2 S 
and then hydroisomerized over a hydroisomerization catalyst 

Hydroisomerization 

The hydroisomerization catalyst typically will comprise a porous 
refractory metal oxide support such as alumina, silica-alumina, titania, zirconia, 
etc. which contains an additional catalytic component selected from at least one 
of Group VI B, Group Vn B, Group Vm metals, preferably a Group Vffl metal, 
more preferably a noble Group VIE metal, most preferably platinum and 
paUadium present in an amount in the range of 0.1 to 5 wt%, preferably 0.1 to 
2 wt% most preferably 0.3 to 1 wt% and which also may contain promoters 
and/or dopants selected from the group consisting of halogen, phosphorous, 
boron, yttria, rare-earth oxides and magnesia preferably halogen, yttria, 
^^w^v^^f^^ 9 ^^ When halogen is used is 
present in an amount in the range 0. 1 to 1 0 wt%, preferably 0. 1 to 5 wt%, more 
preferably 0. 1 to 2 wt% most preferably 0.5 to 1.5 wt%. If the metal component 
is Gronp VIB, non-noble metal Group Vffl or mixture thereof, then the amount 
of metal can be increased up to 30 wt%. 

For those catalysts which do not exhibit or demonstrate acidity, for 
example gamma-alumina, acidity can be imparted to the catalyst by use of 
promoters such as fluorine, which are known to impart acidity, according to 
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techniques well known in the art. Thus, the acidity of a platinum on alumina 
catalyst can be veiy closely adjusted by controlling the amount of fluorine 
incorporated into the catalyst Similarly, the catalyst particles can also comprise 
materials such as catalytic metal incorporated onto smca-alumina. The acidity of 
such a catalyst can be adjusted by careful control of the amount of silica 
incorporated into the smca-alumina base or by starting with a high acidity silica- 
alumina catalyst and reducing its acidity using mildly basic dopants such as 
yttria or magnesia, as taught in U.S. PatentNo. 5,254,518 (Soled, McVicker, 
Gates and Miseo). 

Hydroisomerization is conducted at a temperature between about 
200°C to 400°C, preferably 250°C to 380°C, and most preferably 300°C to 
350X at hydrogen partial pressures between about 350 to 5000 psig (2.41 to 
34.5 mPa), preferably 1000 to 2500 psig (7.0 to 17.2 mPa), a hydrogen gas treat 
rate of 500 to 10,000 SCF H 2 /bbl (89 to 1780 mVm*), preferably 2,000 to 5,000 
SCT H 2 /B (356 to 890 mVm*), and a LHSV of 0.1 to 10 v/v/hr, more preferably 
0.5 to 5 v/v/hr, most preferably 1 to 2 v/v/hr. 

In the embodiment of toe invention in which the hydroisomerized 
feed is subjected to a solvent dewaxing step Ihen the wax content preferably will 
be reduced to about 40 wt%, more preferably to about 35 wt%; otherwise it 
most preferably is reduced to about 25 wt%. 



Separation 

The hydroisomerized feed preferably is separated into a fractioi 
boiling below about 340°C and a lube fraction boiling above about 340»C by 
conventional means, for example, by distillation. 
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gnlvwit Dewaxing Enal 



to one embodiment, the lube faction is then dewaxed nndei 
standard so.ven, dewaxing conditions to a poor point in the order of less than 
about +10°C, and preferably 0°C and less. 

The denting solvent used n»y inotade the C3-Q ketones such as 
methyl ethyl ketone (MEK), methyl isobutyl ketone (MIBK), mixtures of MEK 
andMBK.a^chydrocarbo.slike^ 

^cs like MEKAoluene, emers such as memyl -bmyl emers and nuxmres of 
same ^ketones or aromatic, Similatly, bandied, normaUy gas«>us hy*o- 
oarbons like propane, propylene, butane, burylene, and combinations thereof 
Reused as the solvent P.eferabry me so.ven. employed wtil be an e,u, 
vomme mixmre of memyl etby. ketone and memyl isobutyl kemne. Typ.od» 
me isomerare to soWen, ratio wUl range between 1 to .0 and preferabiy wul be 
,bo»tl:3. Tb.dewaxedfe^isma.subjec.etitolvuroea^odeu^xmgas 

described hereinafter. 

T^iTect Dew «™p Fmhodiment 

toanomer embodiment of ft. present invention, me lube fraction!* 
subject hydrocatulytic dewaxing direcuy, without being firs, subject 
ms.Ken.dewaxmg. Thehydroca^dev^meifterins^^.sfte 
same and as described hereinafter. 
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Hvdrocatalvtic Dewaxing 

The solvent dewaxed feed or the lube fraction is subjected to 
hydrocatalytic dewaxing using a catalyst comprising a catalytically active metal 
component on a zeolite dewaxing catalyst and a catalytically active metal on an 
amorphous, alumina based, isomerization catalyst Preferably, the mixed 
catalyst is a unitized mixed powder catalyst The term "unitized" as used here 
means that each pellet is one made by mixing together powdered molecular sieve 
dewaxing catalyses) with powdered amorphous isomerization catalyses) and 
pelletizing the mixture to produce pellets each of which contain all of the powder 
components previously recited. 

The unitized powder pellet catalyst has been found to produce 
superior results as compared to using individual catalysts corresponding to the 
separate components of the mixed powder unitized pellet catalyst 

The unitized catalyst can be prepared by starting with individual 
finished catalysts, pulverizing and powdering such individual finished catalysts, 
mixing the powdered materials together to form a homogeneous mass, then 
compressing/extruding and pelleting thus producing the unitized pellet catalysts 
comprising a mixture of the individual, different and distinct catalyst 
components. Pulverizing and powdering is to a consistency achievable using a 
mortar and pestle or other such conventional powdering means. 

Alternatively, individual finished catalysts can be pulverized and 
powdered then the powdered materials can be mixed together, boebmite or 
pseudo boebmite powder can be added to the powder mix, the mix can then be 
compressed/extruded and pelleted and the pellet calcined to convert the 
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bodffll i tt /p S « 1 do-boehmite imo dumina resulting in the production of a 
physically strong, attrition resistant unitized pellet catalyst 

Tto unitized pellet catalyst can be prepared from a wide variety of 
individual dewaxing and isomerization catalysts. 

Tie dewaxing catalyst is a 10 member ring nnidirectional 
tao^coxidemolecularrievcbavingg^^ 

^be^^^andabom^A^anrnJor^berween^outS^A 
and about 7.0 A as determined by X-ray crystallography. The molecular »eve ,s 

3 wt% of at least one Group VIH metal, preferably a noble Group VHI metal, 
most preferably platinum or palladium. 

While me effective pore size as discussed above is important to me 
p^fce of me invention no. « intermedin pore size moiecular sieveahavmg 
such effective pore sizes are advantageously usable in me pracuce of the present 
mvcmoo. ,udecd,«U essentia «h*u« mediae pore size molecufcr sreve 
^ used in the practice of the present invention have a very speed* pore 
.Jandsize as measuredbyX-ray crystallography. Fir* me m^fcUme 
channels must be parallel and must no. be interconnected. Such channds are 
couventionaUy referred « as 1-D difmsrou types or more shortly as -D^s. 
The classification of innazeoU.e channels as 1-D, 2-D and 3-D rs se. ford, by 

.. warn AM Series. 19g4 which classifioaoon is 
L D Ronman and C. Naccache, NATO ASI series, 

j BM ^r^mtee,rore*byrefecenc«< S eepmti 

The second essential crimrion . mentioned above is dun me pores 
mus.be generally o«d insure, by wmchismean.mep.nusmus.exlubu.wo 
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unequal axes, referred to herein as a minor axis and a major axis. The term oval 
as used herein is not meant to require a specific oval or elliptical shape but rather 
to refer to the pores exhibiting two unequal axes. Thus, as previously stated the 
1-D pores of the catalysts useful in the practice of the present invention must 
have a minor axis between about 4.2 A and about 4.8 A and major axis between 
5.4 A and about 7.0 A as determined by conventional X-ray crystallography 
measurements. 

Zeolites which are considered to be in this pore range include 
ZSM-5, ZSM-11, etc. However, upon careful examination of the intermediate 
pore size zeolites it has been found that not all of them are efficient as a catalyst 
for isomerization of a paraffin-containing feedstock. The intermediate pore size 
zeolites forming part of the present invention are those which in addition to 
having the correct pore size are also unidirectional. Such 10 member ring, uni- 
directional zeolites include ZSM-22, ZSM-23, ZSM-35, ferrierite, ZSM-48, and 
clinoptiolite and materials isostnictural with these as defined Adas of Zeolite 
Structure types by S. M. Mier and D. H. Olson., Third Revised Edition 1992. 

The most preferred intermediate pore size smcoaluminophosphate 
molecular sieve for use in the process of the invention is SAPO-1 1. SAPO-1 1 
comprises a molecular framework of comer-sharing (SiOtf tetrahedra, (AlOa) 
tetrahedra and (P0 2 ) tetrahedra. Other silicoaluminaphosphates molecular 
sieves include SAPO-3 1 and SAPO-41. 

The isomerization catalyst component can be any of the typical 
isomerization catalyst such as those comprising refractory metal oxide support 
base (e.g., alumina, sffica-aluinina, zirconia, titanium, etc.) on which has been 
deposited a catalytically active hydrogenation metal selected from Group VLB, 
Group VH B, Group VIII metals and mixtures thereof; preferably Group Vffl, 
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more preferably noble Group VIE, most preferably Pt or Pd and optionally 
including a promoter or dopant such as halogen, phosphorous, boron, yttria, 
magnesia, etc., preferably halogen, yttria or magnesia, most preferably fluorine. 
The catalytically active metals are present in the range 0.1 to 5 wt%, preferably 
0.1 to 3 wt%, more preferably 0.1 to 2 wt%, most preferably 0.1 to 1 wt%. The 
promoters and dopants are used to control the acidity of the isomerization 
catalyst. Thus, when the isomerization catalyst employs a base material such as 
alumina, acidity is imparted to the resultant catalyst by addition of a halogen, 
preferably fluorine. When a halogen is used, preferably fluorine, it is present in 
an amount in the range 0.1 to 10 wt%, preferably 0.1 to 3 wt%, more preferably 
0.1to2wt%mostpreferably0.5to 1.5 wt%. Similarly, if smcn-alununa is used 
as the base material, acidity can be controlled by adjusting the ratio of silica to 
alumina or by adding a dopant such as yttria or magnesia which reduces the 
acidity of the sihca-alumina base material as taught on U.S. Patent 5,254,518 
(Soled, McVicker, Gates, Miseo). As with the dewaxing catalyst composite, one 
or more isomerization catalysts can be pulverized and powdered, and mixed 
producing the second component of the unitized mixed pellet catalyst 

The isomerization catalyst can also be the mixture of discrete 
particle pair catalysts described and claimed in U.S. Patent 5,565,086. That 
catalyst comprises a mixture of discrete particles of two catalysts having acidities 
in the range 0.3 to 2.3 wherein the catalysts of the catalyst pair have acidities 
differing by about 0. 1 to about 0.9 wherein acidity is determined by the 
technique of McVicker-Kramer as described in "Hydride Transfer and Olefin 
Isomerization as Tools to Characterize Liquid and Solid Acids, Acc. Chem. Res. 
19, 1986, pp. 78-84. In general one of the catalysts is deemed to be a high 
acidity catalyst having an acidity as evidenced by having a 3-methylpent-2-ene 
to 4-methylpent-2-ene ratio in the range 1.1 to 2.3 where as the other catalyst 
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will be a low acidity catalyst as evidenced by having a 3-methylpent-2-ene to 
4-methylpent-2-ene ratio in the range 0.3 to about 1.1. 

This method measures the ability of catalytic material to convert 

2- memylpent-2-ene into 3-methylpent-2-ene and 4-memylpent-2-ene. More 
acidic materials will produce more 3-methylpent-2-ene (associated with 
structural rearrangement of a carbon atom on the carbon skeleton). The ratio of 

3- methylpent-2-ene to 4-methylpent-2-ene foimed at 200'C is a convenient 
measure of acidity. Isomerization catalyst acidities as determined by the above 
technique lies in the ratio region in the range of about 0.3 to about 2.5, prefer- 
ably about 0.5 to about 2.0. Dewaxing catalysts have acidities, as determined by 
the above technique which lie in the ratio region in the range of about 2.5 to 3.0, 
preferably 2.6 to 2.8. 

For a number of catalysts the acidity as determined by the 
McVicker/Kramer method, Le., the ability to convert 2-memylpent-2-ene into 
3-methylpent-2-ene and 4-methylpent-2-ene at 200°C, 2.4 w/b/w, 1.0 hour on 
feed wherein acidity is reported in terms of the mole ratio of 3-methlpent-2-ene 
to 4-methylpent-2-ene, has been correlated to the fluorine content of platinum on 
fluorided alumina catalyst and to the yttria content of platinum on yttria doped 
smca/alumina catalysts. This information is reported below. 

Acidity of 0.3% Pt on fluorided alumina at different fluorine 

levels: 
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Aridit y nvlcV itWKramefl 
0.5 
0.7 
1.5 
2.5 

1.2 (interpolated) 



F Content (%1 

0.5 
0.75 

1.0 

1.5 
0.83 

Acidity of 0.3% Pt on yttria doped sihca/alumina initially 
comprising 25 wt% silica: 

Aridit y flVlcVi tfrer/Kramert 
0.85 
0.7 



Yttria Content 



4.0 
9.0 



The hydrocatalytic dewaxing is conducted at a temperature 
between about 200°C to 400°C, preferably 250°C to 380«C and most preferably 
300°C to 350°C, a hydrogen partial pressure between about 350 to 5000 psig 
(2.41 to 34.6 mPa), preferably 1000 to 2500 psig (7.0 to 17.2 mPa), a hydrogen 
gas treat rate of 500 to 10,000 SCF H 2 /bbl (89 to 178 mVm\ preferably 2,000 to 
5,000 SCF H 2 /bbl (356 to 890 and a LHSV of 0.1 to 10 v/v/hr, 

preferably 0.5 to 5 v/v/hr, most preferably 1 to 2 v/v/hr. 



Product Characterization 

The resultant basestock of the process of the present invention 
comprises at least about 75 wt% of iso-parafins but has a unique structural 
character. Basically, me basestock has a Tree Carbon Index" (or FCI) typically 
in the range of 4 to 12, preferably less than 10. The term "Free Carbon Index" is 
a measure of me number of carbons in an iso-paraffin that are located at least 3 
carbons from a terminal carbon and more than 3 carbons away from a side chain. 
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The FCI of an isoparaffin can be detennined by measuring the percent of 
methylene groups in an isoparaffin sample using 13 C NMR (400 megahertz); 
multiplying the resultant percentages by the calculated average carbon number of 
the sample determined by ASTM Test method 2502 and dividing by 100. A 
further criterion which differentiates these materials structurally from poly alpha 
olefins is the branch length. Interestingly, in the basestocks of this invention, at 
least 75% of the branches, as determined by NMR, are methyls and the popula- 
tion of ethyl, propyl and butyls, etc., fall sharply with increasing molecular 
weight to the point where no more than 5% are butyls. Typically the ratio of 
"free carbons" to end methyl is in the range of 2.5 to 4.0. Additionally, the 
basestocks of this invention typically have, on average, from 2.0 to 4.5 side 
chains per molecule. 

In contrast, polyalpha-olefin (PAO) basestocks have fewer (about 
one) and longer branches or side chains. Indeed the ratio of "free carbons" to 
end methyl ranges from 1.1 to 1.7. 

The FCI is further explained as follows. The basestock is analyzed 
by 13 CNMR using a 400 MHz spectrometer. All normal paraffins with carbon 
numbers greater than C 9 have only five non-equivalent NMR adsorptions 
corresponding to the terminal methyl carbons (a) methylenes from the second, 
third and forth positions from the molecular ends (p, y, and 8 respectively), and 
the other carbon atoms along the backbone which have a common chemical shift 
<e). The intensities of the a, P, y and 8 are equal and the intensity of the e 
depends on the length of the molecule. Similarly the side branches on the 
backbone of an iso-paraffin have unique chemical shifts and the presence of a 
side chain causes a unique shift at the tertiary carbon ( branch point ) on the 
backbone to which it is anchored. Further, it also perturbs the chemical sites 
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witbin toe c<ubo«s from this branch pom. imparting unique chemical shifts «x\ 
P'.andy). 

The Free Carbon Index (FCI) is men the percent of > methylenes 
mKlso redfrommeovertfcmb<mspeei«sm^^^^ 

tasestock, dMded by me average oarr^ Number of the basestock as calculated 
ft omASTMmemod2502,dmdedbyl00. Ws is further ilmstrated in Figure 1 
which shows me FQ for three compounds having FCTs ranging ftom 8 U> 2 (A=8, 
B=4 c=2). In Figure 1,0 carbon atoms near branches/ends; 1-8 - free carbon 
atoms. Thus, e.g., me FCI of A is calculated as ((8/26) x 100) x (26/100) = 8. 

Even after very low conversion levels (<10%), the value of s alls 
bynaufyS^mmmemisal^inc^mmesidechaml^tion.largerin 

tot ton mat observed in a product tot bus been severely isomenzed <>70% 
conversion to 370T-) mm solvent dewaxed. The incre*. in sidechams is 
ataostexclusivelyinmemylsideohmns. Tlmreisanmchlargerpercenmgeof 
.enntol end groups and the distinction between, methyl at to second or dmd 
eatonsfromtoenddropssignificantiy. P^ghlySWoftoaddedsidechmns 
have been added to to last four terminal carbons. 

Figures 2 to 4 serve to illustrate the relationship between Free 
Carbon Index (FCI), pour point , the average number of sidechains per molecule 
and basestock viscosity, SUS at 100°F. 

Figmt2showsu»tatconstantpourpointtoFCI ofsolvent 
dewaxed basestock (blackened triangles) is lower man tot of analytically 
dewaxed basestock. Figure2fm1hertowsto.whenazeoli tt is»dnuxedv n m 
a tuore acidic component, smcu-alumina, to form a unitized catalyst (open 
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squares) versus a less acidic component, alumina (blackened circles), that the 
FCI decreases to much lower values as pour point decreases. 

Figure 3 shows that at constant FCI the average number of side- 
chains per molecule is of hydrocatalyticaUy dewaxed basestocks is lower than 
basestocks derived from solvent dewaxing at -20°C (blackened diamonds) and at 
-27°C and -37°C open diamonds) when the unitized catalyst is composed of a 
zeolite admixed with a more acidic component, swca-dumina (blackened 
circles). Figure 3 further shows that basestocks derived from the unitized 
catalyst is composed of a zeolite admixed with a less acidic component, alumina 
(open triangles), have FCI' s higher than basestocks derived from solvent 
dewaxing. 

Figure 4 shows the relationship between Free Carbon Index (FCI) 
and basestock viscosity (SUS at 100°F) and illustrates the differences between 
solvent dewaxing and catalytic dewaxing. Open triangles indicate TON/dumina, 
blackened triangles indicate solvent dewaxing at -27, -37°C blackened diamonds 
indicate solvent dewaxing at about -20°C and blackened circles indicate 
TON/siUca-alumina. 

The following examples further serve to illustrate, but not limit this 

invention. 
EXAMPLE 1 

In this Example, 150N slack wax having an oil content of 10.7% 
was hydrotreated in a series of runs over KF-840 catalyst at LHSV of 1.0 v/v/hr, 
Hydrogen treat gas rate of 2500 scf H 2 /bbl, hydrogen pressure of 1000 psig and 
temperature of 363°C at which condition the nitrogen content of the stripped 
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product was less than 4 wppm. Tbis stripped product was then contacted with a 
0.3 wt% Pt/F/Alumina catalyst under the conditions Usted on Table 1 to produce 
a series of waxy isomerates with the properties shown in Table 2. These waxy 
isomerate products were solvent dewaxed to -21°C using methyl ethyl 
ketone/methyl isobutyl ketone (50/50 v/v) and an oil to solvent ratio of 1:3 and 
then formulated as an Automatic Transmission Fluid (ATF) using Hitec 434 
(Ethyl Corp) in the ratio of oil to adpack of 3 to 1 by weight. The properties of 
each blend are shown in Table 2. Table 2 shows mat as conversion to 370«C- 
increases from 24 to 75%, yields on feed decrease from 51 to 11 wt%. The table 
also shows that as conversion increases, the Brookfield Viscosities at -40°C 
decrease from 12680 to 4480 cP. 



TABLE 1 



CONDITIONS 
Reactor Temperature, °C 
Pressure (psig) 
Gas Rate (SCFYBH 2 ) 
Space Velocity, v/v/hr 



Run 1 


Run 2 


Run 3 


Run 4 


1000 


1000 


1000 


1000 


2500 


2500 


2500 


2500 


1.3 


1.3 


1.3 


1.3 



WO 99/41335 



PCTAJS99/03007 



TABLE 2 



Isomerate Properties 





Run 1 


Run 2 


Run 3 


Run 4 


Conversion (HIVAC) 


75 


50 


35 


24 


Yield on Feed, wt% 


11 


23 


31 


51 


Viscosity at 40 u 




15 48 


14.93 


15.05 


Viscosity at 100°C 


3.62 


3.68 


3.83 


3.68 


Viscosity Index 


122 


126 


129 


1 "iA 


Pour Point (°C) 


-24 


-22 


-22 


-20 


Cloud roint^ CJ 


-19.1 


-17.2 


-17.8 


-16.8 


\j\^U INOaCK ox ZJ\J \^ 


19.6 


17 


18.8 


17.1 




411.3 


415.1 


415.1 


416.7 


en 
fll 


2.5 


2.39 


2.64 


4.43 




Formulated Blend Proijerties 








Blend 1 


Blend 2 


Blend 3 


Blend 4 


Viscosity at 40°C 


27.50 


27.79 


27.26 


27.09 


Viscosity at 100°C 


6.83 


6.93 


6.83 


6.90 


Viscosity Index 


224 


227 


227 


233 


Pour Point (°C) 


-60 


-54 


-52 


-46 


Cloud Point (°C) 


-24.9 


-20.4 


-20.7 


-16.7 


Brookfield Viscosity, 


4480 


5930 


7680 


12680 



cPat-40°C 
EXAMPLE 2 



In this example, a series of runs were conducted using a hydro- 
treated and stripped feed as in Example 1. The feed was then treated with the 
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same catalyst of Example 1 to 35% conversion to 370°C- isomerate under the 
conditions listed in Table 1, Run 3. 

The isomerate product was stripped to 370°C+ and then solvent 
dewaxed as in Example 1 yielding a basestock with properties similar to that for 
Run 3. Subsequently, three batches of mis product were processed separately 
(runs 5 to 7) over an hydrocatalytic dewaxing catalyst comprising 25% 
Pd/Theta- 1 zeolite, H + ' form (Si/Al ratio = 60) blended with 75% of an 
isomerization catalyst comprising 0.3% Pt on fluorided alumina (1.0% of 
fluoride on alumina). The conditions for the series are given in Table 3. 



CONDITIONS 
Reactor Temperature, °C 
Pressure (psig) 
Gas Rate (SCF/BH 2 ) 
Space Velocity, v/v/hr 



TABLE 3 






Run 5 


Run 6 


Run 7 


280 


310 


325 


1000 


1000 


1000 


1200 


1200 


1200 


1.0 


1.0 


1.0 



The properties of the hydrocatalytic dewaxed products are given in Table 4. 
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TABLE 4 



Properties of Isomerate Base Stock Following H vdrocatalvtic De waxing 



PROPERTIES 


Example 5 


Examole 6 


Example 7 


PAO 


Base Stock 


Run 5 


Run 6 


Run 7 


PAO 


conversion [tu v/vc ) 


7 0 


4 


4.02 




Yield on/somerate Feed 


97.1 


96.0 


95.08 


N/A 


Viscosity at 40°C 


16.61 


15.64 


15.76 


17.18 


Viscosity at 100°C 


3.89 


3.69 


3.68 


3.88 


Viscosity Index 


131 


124 


121 


121 


Pour Point (°C) 


-31 


-43 


-44 


-60 


Noackat250°C 


17.6 


19.1 


19.7 




FCI 




2.62 






The hydrocatalytically dewaxed base stock were formulated as an 


ATF as in Example 1. The properties of the formulated basestocks of Table 4 


are shown in Table 5 along with those for a PAO sold by Mobil Chemical 


Company, New York. 












TABLE 5 








Formulated Blend ProDerties 














Blend 8 




Blend 5 


Blend 6 


Blend 7 


PAO 4 


Basestock 


Run 5 


Run 6 


Run 7 


PAO 4 


Viscosity at 40°C 


39:36 


28.48 


28.48 


29,25 


Viscosity at 100°C 


7.22 


6.97 


6.95 


7.07 


Viscosity Index 


224 


222 


221 


219 


Pour Point (°C) 


-50 


<-64 


<-61 


<-68 


Cloud Point (°Q 


■26 


-36 


-41 


-49.8 


Brookfield Viscosity, 


6020 


4710 


4680 


3350 



cPat-40°C 
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Surprisingly, the blend with the lowest Brookfield Viscosity 
contains basestocks derived from the hydrocatalytic dewaxing process at lowest 
severity. The FCI of basestock 5 is 2.62, illustrating the superior properties of 
the product and die unique character of the basestock. 

EXAMPLE 3 

In this example a waxy isomerate total liquid product was 
produced from a 600N slack wax by hydrotreating over a Ni/Mo alumina 
catalyst (KF-840) under the hydrotreating conditions listed in Table 6. Nitrogen 
and sulfur were reduced to less than 2 wppm. 

The total liquid product from hydrotreating and stripping was then 
passed over a fluorided alumina (0.3 wt% Pt/1.0 wt% F/Alumina) under the 
hydromerization conditions listed in Table 6. These conditions produced a waxy 
isomerate with a conversion to 370°C- of 17.5%. This product was stripped to 
remove 370*C-material, then solvent dewaxed. In a series of runs the isomerate 
so produced was subjected to hydrocatalytic dewaxing over a mixed powdered 
dewaxing catalyst (0.25 wt% Pd Theta-1 (TON)/0.3 wt% Pt/1.0 wt% F/alumina) 
at conditions shown in Table 7. After removal by stripping, of 370°C material 
me products had the properties shown in Table 7. 
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TABLE6 
HYDROTREATTNG 

Feed: 600N Slack Wax, 1 1% Oil in Wax 



Catalyst: KF-840 
Conditions 

Temperature, °C 345 

Pressure, MPa 6.9 

Feed Rate, v/v/hr 0.7 

Gas Rate, SCF/bbl 1500 



HYDROISOMERIZATION 



Feed: 
Catalyst: 

Conditions: 

Temperature, °C 
Pressure, MPa 
Feed Rate, v/v/hr 
Gas Rate, SCF/bbl 
% Conversion to 370°C- 



Hydrotreated 600N Slack Wax, (above) 
0.3 wt% Pt/1.0 wt% F/Alumina 

340 

6.9 

1.3 

2500 

17.5 
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TABLE7 

HVDROCATAI VTTr DEWAXI Nfi CONDITIONS 

Run 9 Run 10 Run 11 Runl2 



CONDITIONS 

Average Reactor Temperature, (°C) 
LHSV 

Gas Rate (SCF/B) 

Pressure (psig) 

% Conversion, to 370°C- 



327 


321 


347 


345 


1 


1 


2.6 


2.6 


2500 


2500 


1000 


1000 


1000 


1000 


1000 


1000 


23.4 


23.5 


25.6 


25.3 



Viscosity at 40°C 
Viscosity at 100°C 
VI 

Pour Point (°C) 
Cloud Point (°C) 



ppnnnrr QUALITY 

30.03 29.7 

5.77 5.73 

137 138 

-27 -26 

n/a n/a 



29.14 29.47 

5.66 5.72 

138 139 

-25 -25 

-14.8 -12 
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CLAIMS: 

1. A method for producing a lube basestock from a feed containing 
50 wt% or more of wax comprising: 

(a) hydrotreating the feed under hydrotreating conditions so as to reduce 
the sulfur and nitrogen content thereof; 

(b) hydroisomerizing the hydrotreated feed under hydroisomerization 
conditions to reduce me wax content in the feed to kss man about 
40wt%; 

(c) separating the hydroisomerizated feed of step (b) to obtain a lube 
fraction boiling above about 340°C; 

(d) processing the lube fraction of step (c) under hydrocatalytic 
dewaxing conditions with a catalyst comprising at least one active 
metal hydrogenation component on a dewaxing catalyst and at least 
one active metal hydrogenation component on an amorphous 
hydroisomerization catalyst 

2. Thememodofclaimlwheremmecatalystinstep(d)isa 
unitized powder pellet catalyst comprising a dewaxing catalyst which contains at 
least one active metal hydrogenation component on a 10 member ring unidirec- 
tional pore inorganic oxide molecular sieve, and an amorphous isomerization 
catalyst which contains at least one active metal hydrogenation component on an 
isomerization component selected from refractory metal oxides and refractory 
metal oxides including a dopant 
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3. Themethodofclaim2whereintheamorphousisomerization 
catalyst has an acidity of about 0.3 to about 2.5 wherein said acidity is deter- 
mined by the ability of the isomerization catalyst to convert 2-methylpent-2-ene 
to 3-methylpent-2-ene and 4-methylpent-2-ene and is expressed as the mole ratio 
of 3-methylpent-2-ene and 4-methylpent-2-ene. 

4. Tne method of claim 1 wherein the lube fraction of step (c) is 
first solvent dewaxed before processing in step (d). 

5. Hie method of claim 3 wherein the active metal component is at 
least one of a Group VTO or Group Vffl metal. 

6. Tliememodofclaimlwheremmelubebasestcxkcontamsa^ 
least 75 wt% iso-parafBns. 

7. A method for producing a lube basestock from a feed containing 
50 wt% or more of wax comprising: 

(a) hydrotreating waxy feed under hydrotreating conditions sufficient to 
reduce the sulfur and nitrogen content thereof to produce a hydro- 
treated feed; 

<b) hydroisomerizmgmehy^ 

conditions sufficient to reduce the wax content in the feed to about 

35wt%orless; 



WO 99/41335 



-27- 



PCT/US99/03007 



(c) separating the hydroisomerized feed of step (b) to obtain a lube 
fraction boiling above about 340°C; 

(d) solvent dewaxing the lube fraction to a pour point of from about 
+10°C to about -20°C to obtain a dewaxed feed; 

(e) processing the dewaxed feed under hydrocatalytic dewaxing condi- 
tions with a unitized powder pellet catalyst comprising at least one 
active metal component on a 10 member ring unidirectional pore 
inorganic oxide molecular sieve and at least one active metal 
component on an isomerization component selected from refractory 
metal oxides and refractory metal oxides including a dopant 

8. A lube basestock comprising at least about 75 wt% of iso- 
paraffins having a Free Carbon Index less than about 10 and in which at least 
75% of the aliphatic chains of the isoparafins are methyl groups. 

9. The basestock of claim 8 wherein the Free Carbon Index is less 

than 5. 

10. The basestock of claim 9 wherein the ratio of the Free Carbon 
Index to end methyl groups is in the range of from 1.5 to 4.0. 
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